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Diameter: 0.025 mm. (o.ooio inch).
Length:  10 to 25 cm. (5 to 10 inches).
Microscope: The scales can be observed only with high
magnifying powers if at all. They are regular and encircle
the whole hair. In most cases the pith is absent, although
it is sometimes seen in the form of a canal occupying more
than half of the diameter.
Less important goat hairs are obtained from the alpaca,
vicuna and llama of South America, and from the Cash-
mere and the Thibet goats of China and India.
The term "alpaca " is frequently applied in a general
sense to all South American goat hairs. The common
varieties are brown and black. Cashmere is used in the
manufacture of the famous " Cashmere shawls.77 The
commercial varieties are gray and white.
Hairs of Other Mammals.
Camel hair is obtained from Russia, Syria, and China.
It  is  fine,   crimpy,   and  soft   (wool   hair);  or   coarse,
straight, and stiff (beard hair).   It is used, among other
things, in the manufacture of the " Jaeger normal fabrics.77
Diameter: 0.015 to 0.075 mm-
Length:  5 to 10 cm.
Cow hair is obtained from Siberia, America, etc.    It
is short and irregular in diameter; black, white, or red in
color.   Under the microscope the hair-root can frequently
be observed, as the fiber is obtained from the tanneries as
"pulled hair.77    Coarse beard hairs, fine beard hairs, and
wool hairs may be distinguished.    This fiber is used to a
large extent in the carpet industry.
Diameter:  0.080 to 0.180 mm.
Length:   1.5 to 5 cm.